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AB The title eompns , , with good compatibility even when decreased amt3 . of 
anhydride-based compatibilizers are used, contain aromatic 
polyether-polysulfones 1-98.5, thermoplastic polyamide9 1-98.5, aromatic 
polyether-polysulfones containing 0- 01-101 units bearing £3 OH or 
halogen groups and anhydride groups 0.5-30% and, optionally, fillers, 
impact modifiers, and other additives. A polyether-polysulfone (I) was 
prepared by condensing bis (4-chlorophenyl) sulfone 274.65, bisphenol A 
221.43, l, 1, 1-tris (4 -hydroxypheny 1 ) ethane 6.12, and 4-f luorophthalic 
anhydride 56.52 g in N-methylpyrrolidone containing K2C03 at 190°. A 
blend of polyether-polysulfone (Ultrason S 2010) 15, nylon-6 80, and I 5% 
had Vicat B temperature 192°, impact strength 391 kJ/m2, notched impact 
strength 4.S kJ"/m2 J and melt index (260V5 kg) 73 mL/10 min. 

IT 514826-98-3D, reaction products with f luorophthalic anhydride 

RL: POP (Polymer in formulation) ; PRP (Properties) ; TEM (Technical or 
engineered material use); USES (Uses) 

(thermoplastic molding eompns. based on aromatic polyether-polysulfones 
and polyamides) 

RN 51482S-98-3 CAPLUS 

CN Phenol, 4 ,4 ' , 4 ' 1 -ethyl idynetr is- , polymer with 4,4 , -(i- 

methylethylidenejbis [phenol] and 1,1 1 -sulfonylbis [4-chlorobenzene] (9CI) 
(CA INDEX NAME) 
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